A very proper treatiſe, wherein is 
breefely ſet foorth the art of Limming, Whiche teacheth the or- 
der indrarwving & tracing of letters, Vinets, Flowers, Armes, 
and Jmagerp, and the maner how to make ſundzpe ſyſes 
oꝛ groundes to lay ſiluer oz golve vpon, and how ſiluer oz 
golde ſhall be laped oz limmed vpon the ſyſe, and the waye 
to temper golde and ſiluer and ocher mettals and diuerſe 
kyndes of colours to wire oꝛ to limme withall vppon Ue- 
lym, Parchment o2 Baper, and how to lay them vppon the 
wozke which thou cntendelk to male, and how to verniſhe 
it when thou hall done, with diuerſe other thinges verpe 
meete and neceſſary to be knowne to all ſuch Gentlemen, 
and other perſons as do delight in Limming, papnting 
0} in tricking ok armes in their colours, and 
ther efoꝛe a woꝛke very mecte to be e 
adioyned to the bookes 1 
ok Armes. 
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Cum Priuilogio. 


The art of Limming. 


The order of dravving or tracing. 


a coale made ſharpe at the popnt, trace al thy letters, 

and (ct thy Uinets oz flowzes, and then thy imagery 

ikthou wilt make any. And then ſhalte thou with a 
ſmall pen dꝛaw all thou halt poztred, then make thy ſyſe 
on this wile, 


Pim thou ſhalt with a penſill of black Leave, oꝛ with 


To make a double ſyſe or bottome to lay or ſettle ſiluer or 
golde vpon, called an emboſſed ground. 


Jl Ake Uenis Cereuſe, white lead, the plaiſter of an olde 

image 02 chalke, any of theſe made in fine pouder, and 
then grounde with the glayze of an egge and a little was 
ter on a paynters ſtone maketh a good bottome to lap vn; 
der ſiluer. But when you ſhall vſe any of them to lape vn⸗ 


der golde, doe to it a little Saffron there with to make it 


ſomewhat yealow, but beware pe put not too muche was 
ter thereto,foz then wil it be ouer weake,and if you do o- 
uermuch glapꝛe to it, then will it be ouer ſiffe, therefoze 
mingle it after diſcretion, and looke thy ſpſe be thick ſtan 
ding, and ſet thy lyſe thus tempered and couered in a hon 
92 a ſhell in ſome ſeller oꝛ avowed place, o2 vnder the 
earth where it may ſtand moyſt by the ſpace of vii dapes. 
vntil it be perfite tlammp, and rotten,and euerp day once 
ſtirre it about. and pou ſhal wel vnderſtãd that al the ſiſes 
the elder they de and the more clamy, e rotten they be, the 
better they be foꝛ al the craft is in wel making and tems 
pering of the ſiſe, and if there ſtand anpe belles vppon the 
ſiſe, put in eare ware, foz it is a remedy therefoze, and be⸗ 
foze pou lay it on pour woꝛkc. ſirſt lay the ſyſe on a ſcrow, 
and dꝛye it, and when it is dꝛye, bend it, and if it bend, and 

A. ii. bzeakt 


The arte of Limming. 

bꝛeake not, then it is gosd and perkect, and ik it bzeake put 
therto a little water to make it weaker, and pꝛoue if it cle 
ueth faſt to the booke, and if it do not, then put glapze ther⸗ 
to. and make it moze ſtedfaſt. The like ſpſe may pou make 
with Gypſium, boole Armoniake, red oz pealo Oker ozpt- 
ment oz Paſticot with bzown ol Spapn o; with red lead, 
ik euery of them be ground by himſelfe and tempered, and 
02dzed in maner and forme aboue wzitten. 


To makeathin ſyſe or bottome to lay or ſettle ſiluer or gold 
vpon, called a fingle ground, 


JA Ake p new ſhzeds of glouers leather, 02 of new parch⸗ 

ment, foꝛ that is beſt, and ſrech them in fapze wat er frd 
a quart to a pinte that the liquor be ſome what thicke and 
clammp betweene pour fingers, then ſtrapne the liquoz fro 
the ſhzeds,and put it being hote in ſome ſtone veſlell, and 
ſo wozke it fozth befoze it be colde, and when pou lape on 
pour liluer 0} gold, ſee that pour ſiſe be neither too moyll, 
noz too dꝛpe, but in a meane betweene both. fo dzead of aps 
payzing your wozke. The luke ſyſe maye pou make ( with⸗ 
out heating them at the fyꝛe) of glue water made of parch⸗ 
ment glue foz that i beſt, oʒ with water gũmed ſomewhat 
thick with gum Aravick oz of good old glapꝛe, oꝛ with the 
milke of greene ſigges alone, oꝛ with the milke of ſpour ge 
oz of wartweede,o2 with che pelow milke of greene ſalens 
dine, og with the iuyce ot garlike, 02 of onpon heades, 03 
with the water anv greaſe of ſnayles. Apon euerp of theſe 
map-pou lap pour leaues of ſiluet 02 golde hauing regard 
that pour ground be nepcher too moyſt,noz to dꝛpe. when 
pou ſhall lap oz ſettle the ſame therevpon, 


J To lay a double ſyſe on letters, or vppon 
other thinges. 


Nou 


The arte of Leaning, 3 


You ſhall with a pencel made of gray amps, oz calliber 

tailes lap on thy ſpſe ſomwhat ſubikanctally,oz if tbou 
wilt firſt thinne, and alter thicker, and then dzy it, @ when 
it is dzye wet it lightly with thy ſpittle, and then ſhaue it 
uith a ſharpe knike, vntil it be euen without hils, e if there 
fall any default therein, oz elſe there is moze in one place 
then in another, lap agapne thy ſyſe on it, and dꝛye it and 
ingroſſe it as is lapd befoze,# when it is engroſled e made 
plapn, then burniſh it with the tooth of a calfe of an oxe, oz 
of an hoꝛſe that is made therefoze ſtanding in a crooked 
tick and when it is burniſhed and made euen and ſhining, 
then is it rcadp to lay on it thy gold o thy ſiluer. 


To lay golde or ſiluer on ſyſe. 


EArſt cut the leaues of gold oz Siluer in pceces with a 
ſharpe knife, oz a knife made of a great reede vppon a 
little bod as bzoade as a trencher coucred with a calues 
ſkin rayſed 02 vnderſtuffed with wooll oz floxe oz elſe vn⸗ 
ſtuffed then ſhalt thou with a penſill weat lightlpe on thy 
mouth wear thy ſyſe, ſo it be a little moyſte, and then weac 
thy penſill agayne in thy mouth on the ſame wiſe, and 
touche thy golde oz ſiluer that thou halt cutte by a cozner 
lightlpe , and laye it on thy ſyſe, be foze made a little 
moyf,and then thou ſhalt take the taple of an hare, cf a 
connep, oꝛ apcece of cotton & lightly pꝛeſſe it down on thy 
ſpſe,# when thou haſt thus done, let it dꝛye vntill it be wel 
dꝛyed, then burniſhe it: (oz if thou ſhalte bur niſhe it weate 
thou ſhalt rubbe of all, and when it is well dꝛped, take 
the tuſke that thou doeſt burniſh with and dꝛie it, and heat 
it well on thy cheeke, then burniſh thy golde firſte ſoftlye, 
and then harder vntill it ſhine, but burnich it not ouer 
long , fs: bꝛeade of apparing. And when thou haſte 
well burniſhed it, then take a white woollen cloth oz an 
A. lii, hares 


The arte of — 


hares foote,and rubbe all away, ſaue it which cleaueth to 
the ſiſe, c if ther be any place faultie, ſo that the gold faile 
fo2 dꝛyneſſe of the ſyſe, then weat it agayne and lay on the 
golde. and dꝛy it and burniſh it as you did befoze. 


To make gum water to temper colours withall. 


7 Ake clean water, x do it in a veſſel # put thereto a poꝛ⸗ 
cion of gumme Arabet e let it ſtand vnt ill the gum be 

wel diſſolued and molten in the water, but looke it be not 

oucr thick of gum, loz then it is cuill to woꝛke with, and 

if it be too thin of goin, then will the colour fade and fall 

of.therfoze keepe a meane & temper thy colours tberwith, 
ſuch as it ſerueth foy beſt. Note the belt gumme is cleare 

and bzittle 5ᷣ in ſlãping it, it becomerh poudet eaſilp with ⸗ 

out cleauing together. 


by od 


To make glayre for the like atk e. 


TY Ake the white ofncwe layde egges as manye as pou 
inke good, and ſtrapne them thzough a linnen cloth 
to — the cocke treadinges, then put them in a diſhe 
and wꝛing them thzouch a ſponge oz a white waollẽ cloth 
vntill they be as thin as water, then waſh the ſponge oz 
cloth,and dye it. And put che glaire to thuſe afoꝛeſaid in a 
ſtone pot, oꝛ a claſſe faſt topped, and ſpend it as ſoone as ye 
can, fo it will not keepe aboue thꝛee dayes, buc it will 
baue an ill ſauour, except they be ozdzed as followeth. 


gro keepe whites of egges as long as ye will, without cor- 
rupting or puttuig of Arſenik to them. 


Take the whites of egges, not breaking them in anys 
miſe, but take out the cocktreading , and put to them as 
much ofthe beſt white vineger as ſhall (uffple the mm 


The arte of Limming. 4 
tie ofthe whites, leauing it ſo the fpace of two dayes,then "2 
paſſe it thzough ſome linnen cloth wout bzeaking oz beas 
ting the white of the egges leauing it ſo the ſpace of viii. 
dayes,thenſtrapne it agayne, and put it in a vial wel ſfops 
ped, to occupie fo; the purpoſes aboue wiitten. 


q Totemper golde or ſiluer where with you may write with 
a pen or paint with a penſill. 


Ane fiue oꝛ ſire leaues of beaten golde oz ſiluer, and Cd u fle- 
grynd them wel and finely on a paynters ſkone with a : 

little hony,then put it into a glaſſe with a quatity of faire 
water, a let it ſtand one night , then dꝛane the water and 

the hony afterward from the golde, put to the gold gum 

water, and then wzite with it, and when it is dzye,burniſh 

it with an ore tooth. Allo if pou grind pour leaues of gold 

With glayꝛe only without honp putting to it, you mape 

wel wzite therwith in adding to it a little gumme water, 

and with pour golde tempered in maner aboueſayde pou 

map diaper with a ſmall pen oz penſill vpon colours. If Pisper. 

you wil buy at the Poticaries ſhel gald oz ſhel ſiluer, with n f. 
the which ( being tempered with gumme water) ydu may : 
verp wel wzite with a pen, oz papnt with a penſil. - 


To temper azure or Byze. 


Kind azure oz byʒe on a painters ſtone with clene was _ 
ter, then put it in a bzoad glaſſe oꝛ in a bzoave ſhel, and bins für ae 

when it bath ſtand a while al che 2egs will fleete aboue, 

and all the cleane coloure will fall to the bottome , then 

poure out the water with the dꝛegges. & put the azure in 

cleane water agayne. Then ſturre the colour and the wa ; 

ter together, let it ſtand e fine, # after that poure out the 

water and the dꝛegs agayn, aud vothus vntil it bee well 


purged g clariſied, foʒ the Potecaries mingle chalke — 


Ag Ind:an 
black, 


Brovyvre blue. 


Blue colour, 


Thee of Limming. 


with tomultiplie it to thelrP2oftte; but this you mult dee 


to clarifie(tto the firſt kindoit neede be, thẽ (hal pou grind 
it agapne vpon a papnters ſtone with gummed water, then 
put it into a home oꝛ a ſhell 4 and when pou will wꝛite oz 
paint. T heu ſtirre it with aſticke, ond let the ſticke dꝛoppe 
into the pen, ſoz this vermilion, this colour will fal to the 
bortome, and ſinke as leave. 

His falle colour, two parts azure, and one of Cereuſc, x 
ſaddc) with the ſame azure oꝛ with black inke, oz with In⸗ 
de baudias. 


How to make azure and Byze ſadder if they be of 
A chr colour. | 


Take good blue Turneſoll,and weat it in gum water, 
and then wing it, and with that water teper the azure oz 
Byʒe, oz elſe if thou wilt thou mapſt with a penſill dꝛawe 
with thy turneſoll ouer the byze when it is dzpe whether 
it be vinet 02 imagerp. 


To temper Indebaudias. 


Rynde Indebaudias on a paypvters ſtone, with gumme 
water, x put it in a ſhell to woꝛke withal. 

His falſe colour, Two parts Inde, e the third part white 
lead oz Cereuſe & ſadded with the ſame Inde 02 with ſad 
Inke, Andebaudias of it ſelſe maketh a darke & (ad blacke, 
but being ground with white lead 02 Cereuſe as is afozes 
ſapd, it maketh a bꝛowne blue. 


To temper ſmalt or Florey. 


Malt oz flozrep being tempered in a ſhell wich gumme 

water maketh a blue , but not ſo perfecte a coloure 
as azure o2 byze doth make. The Poticaries voe put to it 
often times fine ſãd 02 chalke tomultiply it to their pꝛolit, 


4 
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- ficthereko2e iy chuling of it take that which is bzightesf e 
colour,and not harſh, but ſoft betweenethe fingers. -. + 


To temper Orpiment or Maſticot for 
a yealowe. 


vnd Ozpiment and aſticot ech by it ſelf on a pain ⸗ eld ye 
— ters ſtone with Gumme water, and ingrinding add to for armes, 
the Maſticot a little Safſcon, c che colour wil be the liue⸗ 
lper: and when they be wel ground, put them ſeuerally in 
ſhelles to wozke withal. 
Oꝛppment map be elaped with chalke, and dimmed, that 
is to ſap, ſadder, oꝛ darked wich Oker de Luke, oz with 
Bꝛowne of Spapne. Ss 


2 


To temper Vermelion. 7 
Rpnd Uermelion on a painters ſtone, firſt dꝛpe, & then viele 
do therto a little glapꝛe of egs, a grind it again, vntill red for armss. 

the bzightneſle be fozvone, with a litle of the pelke, and let 

it ſtand a dap 02 moe, vntil it be wel fined. And whẽ thou 

doeſt wozke ther with. ſtirre it well together, and if it bee - - 

thicke as lyme, do a little water therto:and if it ſhal haue 

an ill ſauour, then put into it thzee chines of Dafſron, and 

it wil take away the euil ſent. — 
Pis falſecolour two parts Germelion, and the thirve 

part Cerius, and mingle them together, if thou wilt, wich 

the ſame vermelion. 


To temper Turneſoll. 


VEit Turneſoll once oz twiſe in good thinne gleere, ol. 
and let it lye therein vntil it be wellſteeped. Then 
wꝛing it into a diſb, vntill the colour bee good and ſadde. 

Vith this you mape floriſhe * 02 _ 
4 { ny 


N 
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The arte of Limming. 


And this colour ſhall be enewed (that is to ſaye) darked oz 
ſadded with blackynke. | . 

IÞis falſe colour two parts Turneſoll, and one ot Cerie 
us, and it hal be added with che ſame Turnelol. 


To temper good Roſet. 


"POLL 7 Akethe ſineſt g belt coloured Roſer, and grind it with 
gum water on a papnters ſtone, ſo wozk it foxth, this 
| — _ be elaycd with chalke oz cerius,p [added wich 

imlelke. | 


To temper Braſill wherwith to ve, floriſh, or rule bokes. 


Take bꝛaſil finclp ſcraped,oz groſip beat to pouder, & pnt 

therto the glaire ol an egge, oꝛ gum water, e a little Allũ 

made in pouder, and let tbt ſteepe a night and a dap:q᷑ then 
tr iine out the liquoꝛ, and keepe it tothe vſe afozelayd, 


. $ 1} 


To temper good Synapour. 


|; Soody color, F Qynd ſpnapour lake, and ſynapour topes eche by him⸗ 
ſelfon a painters ſtone with good glaire. Then put chE 
i ſeueral ſhelles, c wozke them foozth, and ikthey bee tos 
light put to them a little Turneſoll. EP 
©: His falſe colour ii.parts ſynapour, ę a thirde of Cerius, 
And lap it on thy vinets, and when it is dꝛye, ſadde it with 
good ſpnapour, and diapcr ouer it with white Cerius. 


| Totemper red Lead. 


1 ind red Lead wel with gum water, and then put it in 
'Þ -— aſhcl:# whẽ pe wozk with it, ſtir it as pe vo vermeliũ. 
Dek this pou ſhal make no falſe colour,buc of hiimſelfe, 
(adic with Dpnapour,oz wich good bzowne of *. 1 


The ane of Limmiag. 6 — | g 
with light black, oz with Aermelion. * 


To temper black lead, 


GS wel black Lead with gumme water on a Pains Crang,cotousy 
ters ffone,#thenput it in a ſhell to wozk wir hal: this 
is a perfite crane colour of it ſelle. "yg; 


To temper browne of Spayne. 


ind ood bzown with gumme water on a-paynters proun cotew 
I ſtone c when it is very well ground put it into-aſhell. -Y 
His falſe colour two parts bzowne, and the third parte of 
white Lead, and ſadded with the ſame ſad coloz of bzowne. 


Totemper Oker de Luke,and Okerde Rouſe, which 
make browne colours. 

ker de Luke, and Oker de Rouſe ſhall firſt be ſeueral⸗ Coo colours | 
ix bꝛoken in a bꝛaſen moꝛter, after groũd ech by him⸗ for eue. 
ſelfe on a paynters ſtone with gumme water, aun mixen 

with a little chalke , and enewed oz ſadded with good Do 

ker, oʒ with Bꝛown either of them makech a good colour 

fo: heare on headcs,02 on beardes. 


To temper greene Bye. 5 

| 3 | Greens 8. 
Take greene Byze that is ſoft, and not harſh betweene 
the fingers, fox if it beharſhe,it is mixt with ſand, whiche 
the Apothecaries do vſe oftentimes to multiply it to their 
gapne. And tẽper it in a ſhell with gumme water, and i 
will be perſite to wozke withall. And wben vou wꝛpte, 
fire this colour as you do Azure, and waſh it, and vzelle 
it in forme afozeſayde : as you do your Azure, befoge pot 
Crynde it with gumme water. 5 
9947 B. ii. : Te 
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The arte of Limming. 


To temper Vertgreace, called Spaniſtrpreene, 


An Emeriud Abe Ucrtgreaſe well cleanſed, and picked frö dolſe a 


toon far arms * motes, ft gt ind it on a painters ſtone firlt dꝛye, and put 
therto a little of the gal of a Neat, and ofthe tupce ofruc, 
with a litle ſaffron, and bꝛay all theſe together on 5 ſame 
ſtone, thẽ put it into a hozn oz ſhel vntil it be dꝛy. And whX 
vou will occupy it, take part thereof and grinde it againe 
with Uiniger oz Uergis,o2 with the piſſe of a pong child, 
. eucrp ot them hauing gumme Arabic diſſolued in them. 
Lighe gr:ene. Pis falſe colour two parts, good greene, and the third of 
Cerius, and ſadded with a good greene, and Diaper ouer 
it with Uenis Cerius. 


To temper Saffron. 


FT eepe ſalfrõ in good glaire,and ſo wozke it foꝛth with 

- aſmalpenſill,and if thou wilt, thou mapſt enew it wich 
odd Uermelion, with Saffron allo you may ene» oz fla» 
riſh ouer letters, oꝛ any other thing thou wilt. 


Io temper Venis Cerius, and white lead, 


& pars White ind Cerius 02 white Lead, ech by himſelfon a pains 

for arms, ters ſtone, wich cleare water, and therewith thou ſhalt 
diaper and floziſh aboue all thy colours with a purſelour, 
made of a ſmall penſill. And this colour is tempered only 
with water, o with water lightly chaſtled with gumme, 
ſoʒ thep ſtand aboue all other colours that be gummed, 


To make a fume black cailed Sable. 


Atable of Ake a cleane Latten baſon, and bold a burning toꝛche 


Mack ſor arms vnder it, vntil che bottome be black, and then 9 
r 1 


The arte of Limming. 7 3 wy * 8 
| that blacke, and temper it witch glayze, oz with Summe N 
water, and ſo wo te with it. 11 I 

To make an excellent black like veluet. a 


7 Ake Hartes hozne , and burne it to cole on a Coliars a ,que vis * 

harth, then make fine poulder thereok, and grind it on = 
apaynters ſtone, wich the gall of a Neat. Then put it in a 
ſhel to dꝛye in a ſhadowp place. And when you will occupp 
the ſame, grynde parte thereof agapne with the glaire, oꝛ 
with gumme water, and wozke it fozth. 


To make a black colour, or an ynke of a good perfection, 
where with you may write with a pen or penſili. 


T Ake a pound and a balfe of rapne water with z oſices 1 vl 

* ofthe waightieſt galles you can get. Bꝛuſe them in N 
ſmall peeces, and poure them into the ſapd water, and ſo 
let it ſtande two dapes in the ſunne, then put to it two oũ 
ces of green Coperas, oz elſe of Romain Uicrial, which is 
beſt, wel coloured and beaten ſmal:and ſtir all theſe toge· 
ther with a ſtick of hard wood, and let it ſtand agapne two 
dayes moꝛe in the ſunne, putting to it one ounce of gũme 
Arabike, that is cleare and bzight, ann beaten in poulder. 
and one ounce ofthe peeles of Pomgranads, and thẽ boile 
al a little on a flow fire. That done, rains it, and keepe it 
in a veſſel of leave oz of glaſſe, and it wil be very black and 
perſit good ynke, and if you ſind it thick, and that it be not 
flowing inouzh, put to it a litle cleare lie, which wil make 
it liquide and thin. And ik it be too cleare, ad to it a little 
gumme Arabike. And to haue pour pnke to continue long, 
and not too hoare put therein bay ſalt. Note that p galles 
| muſt be (mall curled,andinaſſiue within, il they bee good. 
The good Vier iol is alwapes within of a colour like the 
element, the beſt gum is cleare = —__ in ſtãping 
ili. it 
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The arte of Linnning. 


it botommeth pouldereaſily without cleauing together; 
Thus is taught the way how ta temper Gold. ſiluer, & 
colozs to lim, oꝛ to wʒite withal vpon velym, parchement, 
o2 Baper . That is to ſay Uermelton, Turne'!cll, Sp⸗ 
napour and Saffron, with good glapꝛe. Spſe with glapze 
thaſticen with a portion of water, Azure, Byze, grecue 
Bpze, red Lead roſet Smalt, black Lead, bzowne Oker, 
Ozppment, Paſticot and Indebaudias with gumme was 
ter. vertgreaſe with vineger, vergis, oꝛ with the pille of a 
pong chylde, Cerius, and white lead, with cleare water, 
oz with water lightly gummed, bꝛaſill, and Fume blacke, 
with glayze, oꝛ with gumme water, which pou think beit 
fo2 your purpoſe. 4 
Alſo there is another way which is vſed amongſt the ex⸗ 
cellent ſozt ef paynters, that is, to grind & tẽper all colozs 
fo: limming(ſauing ſuch as be white) frſt with v gall of a 
Neat, g then let thẽ dy. after when pou wil wok them, 
take part therof,@ grind it againe with glaire, oꝛ w gũme 
water. as the oo{sur xequireth,and ſo wotke it foxth. At is 
ſapd that water killech & varkneth the bꝛightnes of moſt 
colours that be tempered therewith. But this gal pzeſcr- 
ueth the bzightnelſe,q# maketh che moꝛe liuelicr to bebolvx 
which thing experience wil teache pou moze perficely. 
Note that al colours to limme o2 to wnce withal ſhould 
neuer be tempered with amp kinde of ople, foꝛ oples ſcrue 
molt aptly fo; to tt᷑per colours to lap vppon ſtone, timber, 
pꝛon, lead, coper, c ſuch like. And oile of Linſeed,which is 
called flax ſecd,# oyle ot walnuts are moſt vſed, & be moſk 
beſt of al other oples fo2 the ſame purpole. | 
Alſo al colozs colimme 02 wiice wichall when they be 
tfperev, would be put in ſhelles, in veſſcls of ſtonc, leave, 
oz ol glaſſe, and kept vnder the ground in ſome ſeller, oꝛ in 
ſome moyſt, and ſhavowpe plate, foʒ dzping ouer faſt: o the 
elder they be the better they be. if they be kept conered fro 
filth e duſt. And note that there is great regard to bee 2 
s 0 
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to the well grinding and tempering of the colours, and to 
the placing ol them vpon the wozke. | 


The maner how to floriſh or Diaper with a penſil 
ouer ſiluer or Golde. 


F pou wil viaper ouer gold, take yelow Oker, & ther · 

with dꝛaw oucr thy gold with a penſit what thou wilt. 

It thou wilt diaper vpon ſiluer, take Cerius with a pen⸗ 
fil and dꝛaw oz floziſh what thou wilt ouer thy ſiluer. 

If thou wilt diaper with gold oz ſiluer vpon coloures, 
take the iupce of Garltke, with a penſel dꝛaw ouer thy cos 
lours what thou wilt, then take and lap the gold vpon it, 
and pꝛeſſe it downe lighely with an hares taple, and let it 
dp halfe a dap oꝛ moꝛe, then rub offthe'golve whichclea* 
neth not to the garlike, * TY 

+... The wayesto know howto make ſundtie kindes 
of colours by tempering and mingling of 
colours together. 


7 F you will temper Azure with Turneſoll. and grynde puple or vio- 
them together on a paynters ſtone with e water let colour far. 


oꝛ glayꝛe, vou ſwall make thereof a perfite Purple oz a vin: 


olct colour. And the like colour you may make with good 
red Roſet if ie be mingled with Azure, qcemperesv with 
gumme water in maner afozeſapd. 

If thou wilt put to a good quantitie ot ſynapour a lit - Sang er 
tle portion of black, and grind them together with glaire, , 
pou ſhall make thereof a ſanguine 62 Murtpe rolou tt | 


If pou will mingle a bzight red with abz(ght-pellow;' orenge ty ; ON 
and grind them together with glayze,you ſhal haue thers y for ane, 


of an Dꝛange tawny. 


It thou mingle red lead and aſticat together, you ſbal :,.,..wwy,.. 
| If 


haue ther,of a Lyon tawnep. 
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* Jncarmitlon & © If peu will make incarnations for viſages, oꝛ a flechly 

ffleshly colo. Colour (02 Images, ſirſt lay on the white. enewe it with 
vermilion oz elſe take two parts of Aer milion, and one of 
Cereuſe, and mingle them together , and fo lape it on thy 
wozke, and enew it if thou wilt, when it is dꝛye with good 
Uermelion. 

Peach colour. Alſo iſ you wil mingle Uermelion with Cereuſe, by diſ⸗ 
cretion pou may make thereok a peache flower colour. 

Skye colour. Allo by mingling Uermelion and azure together. by diſ⸗ 

N cretion,you may make thereof a ſkye colour. 

Floodred, If pou wil make a blood red, take of the bet Spnapour 
a _ it at the ſides with Bꝛown, oꝛ Uermclion,oz wich 

AC 

Lincoln gree, Ik pou mingle good greene aud Saffron together by 
diſcretion you ſhal haue thereof a perfic Lyncolne greene, 

Popiniay Tf you mingle Azure and Maſticot together, you ſhall 

gteene. baue thereof a perfite Popintay greene. 

Motly greene, If you mingle red with greene, you ſhal make thereof 

a Molly greene. 

Tf vou will make a blacke veſture, take and lape firſte a 
chainpe oflight black, mingled with white lcade,# ſadded 
with good black. 

Mute or ab Ik you will mingle black with a portion of white, you 
clan. map make en anke * an aGecolour at pour diſ⸗ 

: cretion. t 
* Jfyou wil mingle alittle oxtion of white wich a good 
brovvne, quanſitic of red, you may make thereof a Rullec,oz a ſadde 
Bꝛowne, at pour diſcretion. 

Nots, -- Thugbp mingling of colours, you may make them ol 
ſundzp colours, and by pꝛoofe you may come to the pers 
fice knowledge how ta make them on the belt maner. 


¶ Bote 


Black veſture, 


¶ Note furthermoꝛe that there is a certapne colour ing 


whiche is called Aernir that is moze noble and excellent 


then all other colours. Ind lo much the mote excellent in 
that it is ſet aboue all colours. And as the day becommeth 
moꝛe light av bꝛighter by the ſhining of the ſonne, eut ſo 


al colours that are verniſhed do ſhow foꝛth a better gloſſe 


oz luſter, and become moze bzighter by the ſhining of the 
ſame. And it is made in maner and fozme following, 


* 


To make a kind of colouring called Vernix, here with you 
may verniſh golde, ſiluer, or aby other colour or payn- 
tings, be it vpon velim, paper, timber, ſtone, 
lead, copper, glaſſe. &c. 


ale Bengewin and bzape it well betwixt two papers, 

thẽ put it into a viall, and poure vpon it good Aquauite 
that it bee aboue the Bengewyne thꝛee oz foure fingers, 
and let it ſteepe ſo a dap oz two. Thẽ put to it foz half a vy⸗ 
all of ſuch Aquauite, fpue oz ſixe chyues of Saffron llen⸗ 
derly ſtamped. This done, ſtrapne it, c with a pencel Uer⸗ 
niſh therwith any thing gylted, which will become bzight 


and ſhining, dꝛping it ſelf immediately, wil continue the 


bzightneſſe many peares. But if pou wil verniſh on ſiluer, 
then take the Almon ol Bengewyne, that is toſay p white 
that is found in the middeſt of Bengewyne, and dꝛeſſe it 
with Aquauite in the fozeſayd maner, leauing out the ſafs 
fron, And the ſayd verniſhe made with Bengewine and A- 
quauite only, is very good to verniſhe all thinges, as well 
paynted as not painted fo it maketh tables and coffers ot 
walnut tree, c Hebenp to gliſter if it be layd vppon them, 
and all other like thinges, as wozkes of Jron, copper 02 
tinne, gilted oꝛ not gplted, fo2 it maketh bꝛighte, pꝛeſer⸗ 
ueth,apdech the colour, and dzpeth incontinent without 

C. taking 
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taking anye duſt oz filth, pou maye make it cleane with a 
linneth cloth, oꝛ with wiping the wozke with a fox taple, 
the which is better, 


To make Vernix another way for the purpoſes aforeſayd. 


Take t wo ounce of hard maſtike and ſtampe it, d put it 
into a little new pot, and ſo melt it on a loft fyze, this done, 
put to it one ounce of the oyle ofa Firre tree, and ſo lette 
them bople a little euer moe ſtirring them together, but 
let it boyle almoſt nothing, fog if it bople too muche the 
verniſh will be too clammp, and to know when it is bop» 
led pnough, put into it a hens fether, and if it burn by and 
bp, it is a ſigne, that it is perfect. Then take it from þ fire, 
and put it into a ſtone pot. keepe it well from duſte, and 
when you will occupy it, take ſo much thereof as wil ſerue 
your turne,and heate it a little at the fire, then ſpꝛeade it 
vpon pour wozke with a penſill as thin as pou map, and it 
ſhal haue a very fape gloſſe o2 luſter, and it will dzyc ins 
continent if you ſhal ſet ic in the ſanne, 


To make colours of all kinde of mettals. 


@ Ake a beade of Chꝛiſtalloꝛ a Pazagon ſtone and beat 


ech of them by himſelf in a bꝛaſen mozcer to fyne pou⸗ 


der, then grynde them dꝛye eche by himſelfe on a payn⸗ 
ters ſtone vntill the poulder bee verpe fpne and ſmall, 
then grynde them agayne on the ſame ſtone eche by him⸗ 
ſelfe with good glapꝛe and lape ſome one of them on the 
wozke with a pen oz a penſill, and when it is well dꝛyed, 
then rub ic ouer with golde, oꝛ with any other mettal, and 
pou ſhall haue the lame colour that the mettall is of, 


To 
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To make letters of the colour of Gold with 
out Golde, 


74 Ake one ounce of Ozpiment,#+ one ounce oof fpne chꝛy⸗ 
ſtall, and beat ech of them by himlelfe to poulder in a 

bꝛaſen mozter. Then grind them wel together with glair 

vpon a papnters ſtone, then it is perfite to wzite withall. 


To make letters of the colour of ſiluer, with- 
out ſiluer. 


FT Ake an ounce oł Tinne, twoounces ok quickſiluer, 

and melte them together, and then grinde them well 
vppon a paynters ſtone with gumme water, and wzite 
with it. 


To make white letters in a black field. 


Ake the peolke of a new lapde egge, and grynd it vp⸗ 

on a papnters ſtone with fayze water, ſo as pou mape 
well wꝛite with it out ofapeune , and when you haue ſo 
done. pou may with the ſame liquoz dzaw o2 wzite with a 
pen great oz (mall letters vpon paper oz parchment, and 
when they be dzye,then may pou with Inke blacke ouer 
the letters and paper ſo much as pou ſhal think good. And 
when the blacke is thzough dꝛye, then mape you with a 
white woollencloch 02 a knyfe rub off all the ſapd letters 
witten with the peolke ofthe egge, e then the letters vn⸗ 
derneath will appeare all white, becauſe they were pꝛe⸗ 
ſeruev with the ſapd liquoz: So that you ſhal haue faire 
white letters in a black ſielde. 


To make ſtaunche grayne, or a poulder to amend the 
parchment, and to receyue ynke. 


C. ii. Take 
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Take ii. parts of roſcu,+i.part of Alloitte, and beat ech of 


them by himſelle in a bꝛalen moꝛt er al to pouder ⁊ put the 
ſame pouders together in a fine linnen cloth, rub pour ve 
lim, parchmẽt oꝛ paper ther with when you begin to wzite. 
And when the wꝛiting is dꝛye, vou may rub it ouer agayn 
with a white woollen cloth, and the letters will bee neuer 
the wozle, but moze fapꝛer and bughter to lee to. 


To rene old and worn letters. 


Take of the beſt galles you can get and bꝛuſe thẽ grolly 
then lay them to ſtecpe one dap in good white wpne. This 
done, diſtill them with the wyne, e with the diſtilled water 
that cometh of the,you ſhal wet handſomly the old letters 
with a little cotten oꝛ a ſmal pencel,* they wil ſhew freſh 
and new again, in ſuch wile, as you may eaſily read them. 


I To take greaſe out of parchment or paper. 


Take ſheeps burres and burne them to pouder, æ lay the 
ſayd pouder on both ſides the parchment oz paper between 
two paper boards, and pꝛeſſe them by the [pace of two days 
02 moe, and it will dꝛy and ſoke out all the greace. 


To make red and greene ſealing Wax. 


Me lc a ki.oſ war # two ofices of Turpentine together, 
and when they be well molten, take them frõ the fire, 
and put to them an ounce of Uermelion while it is luke 
war me. and ſtirre it wel together in the keeling, and then 
make it vp in roules, and in like manner ſhall pou make 
greene ware by putting Uertgreaſe into it. Mote if pou 
will take two parts of Roſin and one parte of turpentine, 
adding to it Uermelion,as is alozeſapd, it maketh the bets 
ter ware. 
A 


e arte d : 
Apretie deuife to take out the true forme and propoition of 
any letter, knot, Flower, Iinage,or other worke, be it printed, 
drawne with a pen or pencel ypon paper or parche- 
ment, without raſing, blotting or hurting the 
right patterne or picture it ſelf. 


Take ople oꝛ other licours that make ſmoke and burne 
them in a lampe, then holde ouer the lampe a ſheet of clean 
paper, and black as much ok the ſame lightlye as will res 
ceaue the full pꝛopoꝛtion of the wozke that pot doe meane 
to take out, that done, lay the blacked paper vnder Þ backe 
ſyde of the woꝛke, the blacked ſive vpwarde, laping a thin 
white paper betweene the wozke and it : and with a ſmall 
pencel made ofhard wood oz of bone you ſhal dzaw lightly 
ouer the letters, knot, oꝛ wozke whiche you deſire to take 
out, pꝛeſſing it ſoftly . Thus doing you ſhall ſee the verye 
fourme and pꝛopoꝛtion of the ſame woꝛk remaining on the 
thin white paper. Then with a ſmall pen and pnke, pou 
map trace & dzaw ouer the wozke remaining on the white 
paper, that done the ynke wil ſec out che very pꝛint e fozme 
of the woꝛke . as farre as you touched the ſame with your 
pencel)in cuery pꝛopoꝛtiõ. Nou may alſo foꝛ the ſame pur⸗ 
pole(ifneede be)black ouer pour paper with the ley of a 
candle o2 of alinke,o2 of a new toꝛche, oꝛ ſuch like whiche 
is a very ready wap and a perfice. 


Another pretie deuiſe to take out the true form and pro- 
portion of any Flower, Image, or ſuch like. 


T Ake a cleane and thinne lanterne hozne , and lape it 
vppon the letter, Image, oz other wozke that thou 
wilt take out, and it will appeare though the hozne, ſo as 
thou mayſte dzawe with a ſmall +” the hone 
iii. a 
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öl they — ol the woꝛke at thyne owne pleaſure, ee 
uen as thou liſt. And when thou haſt dꝛawne it all out, 
then let it dꝛye vpon the hozne in the ſunne, and when it is 
thzough dꝛye, then bꝛeath vpon it twice oz thzice, and then 
lay it downe vpon thy booke. And then pꝛeſſe it down, (the 
letters being nert the paper) with a linnen cloth, and the 
ſame letters oꝛ woꝛke ſhal remapne vpon the paper which 
thou didſt dꝛaw vpon the hozne, then dꝛaw it fapze agapne 
with blacke pnke. 

C Here haue F taught pou beſides the tempering of gold, 
of ſiluer, and of colours)diucrs thinges very meete, neo. 
ceſſary to be known to papnters and ſcriueners. And now 
wil I rehearſe bziefelp al that J haue witten befoze tous 
ching limming. Firſte dzaw thy woꝛke with a pencill of 
blacke leade, and then with pen and ynke. Then lape thy 
ſyſes fo2 thy golde and ſiluer. Then ingroſſe them with a 
ſharpe knife, then weat them ouer lightlye with thy pen- 
cell, then being dꝛye burnich it with a tooth. Then weate 
thy ſpze agayne lightly, then touch thy gold and lay ther ⸗ 
on. Then pꝛeſſe it lightly with an hares taile, then let it 
dꝛy, then burniſh it with a tooth, then rub it with a white 
woollen cloth o2 an hares foote vntill all go off, but that 
which cleaueth vnto the ſyſe. Then lay thy colours: Firſt 
thy falſe colours and after thy ſad, then purfle them about 
the ſides with black inke, then mapſt thou diaper them o⸗ 

uer with white colour if thou wilt, then verniſh them 
ouer with good old glayze, and then haſt 
thou done all that belongeth to 
lymming . Fintſhep 
Anno Dom, 
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and other thinges as are mentioned & contayhed i 


preſent Booke of Limming, and are for the moi} 


part to be fold at the Poticaries. ö 


Old folle, 

8 Siluer foyle. 
Shell Gold. 
Shell ſiluer. 
Azure. 

Byze. 
Indebaudias, 
Smalt florey. 
Orpyment 
Maſticot. 
Vermelion. 
Turneſoll. 
Roſet. 
Braſill. 
Sinapor lake. 
Sinapor topias 
Red leade 
Black lead 
Brown of Spayn. 
Okar de Luke 
Greene Bize, 
Vertgreaſe. 
Saffron 
Vennis Cerius 
White leade. 
Fume blacke 
Black inke. 


Booll Armonike Milke of greene 
Gumme Arabik figges. 
Galles. Milke of ſpurge 
Greene coperas. Milke of wart- 
Romain vytrioll. weede. 12 
Rozen Milke of Salendine, 
Allum Iuice of Garlike and 
Waxe of Onion heads. 
Honny Iuice of Rue 
Turpentine Juice of red Nettle, 
Quickſiluer Scraped cheeſe. 
Tynne White wine. 
Pogarnarde pilz White Vineger. 
Chriſtal ſtone Vergis 
Paragon ſtone. Childs piſſe. 
Chalke Lye 
Allabaſter 3 and liquors 
Plaiſter of an old that make ſmoke 
image Glouers ſhreds, and 
Vnſlect lyme ſhreds of new 
Pouder of whyte parchment 
bones Water and greaſe of 
Pouderof ſhepes Snailes, Glue 
burres water 
Netes gall Aquauite 


Whites of egges Bengewyne 


Yecolks of egges Oyle of Linſeed 


Ewes milke 


** horn, Gip- Cowes milke, Oyle of Walnuts, 


Bayſ. alt. 
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Fo mate gume water to tem pet colours with a pencil ouer gold diner oz coz 5 
withall. eodem lours, 2 
Co make glayꝛe foꝝ the line putpoſe. The wayes howe to make _Y 
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